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CLAIMS 

1. A process for the manufacture of a coating or 
doctoring blade comprising a band of steel or other form- 
stable material and a wear-resistant polymer coating ap- 

5 plied on said band along a longitudinal edge section 

thereof subjected to wear, characterized by the following 
steps : 

a) providing continuous relative movement between 
said band and an application and treatment station; 
10 b) continuously applying at said station a fast- 

curing polymer composition along said edge section; 

c) allowing the applied composition to spread out so 
as to reach the very extreme of said edge section and 
then to cure to form an elastic and tacky- free coating; 

15 and, optionally 

d) post-curing the coating at an increased tempera- 
ture . 

2. A process for the manufacture of a coating or 
doctoring blade comprising a first band of steel or other 

20 form-stable material and a wear-resistant polymer coating 
applied on said band along a longitudinal edge section 
2 thereof subjected to wear, characterized by the following 

steps : 

a) providing continuous relative movement between a sec- 
25 ond band of double width compared to said first band 

and an application and treatment station; 

b) continuously supplying at said station a fast-curing 
composition along a longitudinal central section of 
double width compared to said edge section; 

3 0 c) allowing the applied composition to spread out to the 
desired width and then to cure to form an elastic and 
tacky- free coating and, optionally, post-curing the 
coating at an increased temperature; and 
d) longitudinally cutting said second band along the mid- 
35 die of the coated central section thereof to form two 
tip-coated blades. 



S 

w 



3=^ 



SUBSTITUTfSHEET (RULE 26) 



wo 00/48746 PCT/E POO/0 0977 

11 



^ 3 .\a process according to claim 1 or 2, character- 

/ ized by rov^hening said edge or central section before 
application >^tep b) to improve adhesion of the coating. 

4. A procbi^s according to claim 1, 2 or 3 , charac- 

5 terized by the application of a primer before application 
step b) to f urther\^prove adhesion of the coating. 

5. A process acceding to . any preceding claim, 
wherein said fast -cur ingvpolymer composition has a pot- 
life of about 5 to 3 0 seconds. 

10 6. A process according\o any preceding claim, 

wherein said polymer compositiWi is based on a polymer 
selected from polyurethanes , styiis;ene-butadien polymers, 
polyolefins, nitrile rubbers, natural rubbers, polyac- 
rylates, polychloroprene , thermoplastic elastomers, and 

15 polysiloxanes . 



7. A process according to claim 6, wherein said 
polymer is a polyurethane . 

8. A process according to claim 7, wherein a 3- 
component liquid polyurethane composition containing a 

2 0 prepolymer, a polyol and a chain extender is continuously 
mixed with a catalyst solution and the mixture is then 
applied onto said band. ^ ^ 



9. A pi^^cess according to any preceding claim, 
^ wherein said pb^jA^er is applied with a width of about 5 
25 to 40 mms and a tlvickness of about 1 to 3 mms . 

10. A process abcording to any preceding claim, 
wherein said polymeric^coating after curing is subjected 
to a grinding operation obtain a desired profile. 



11. A coating or doctoring blade prepared by the 
30 process according to any one of the preceding claims. 
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